
Office | 



PRIORITY DOCUMENT 

SUBMITTED OR TRANSMITTED IN 
COMPLIANCE WITH 
RULE 17.1(a) OR (b) 



PCT/GEL2003 0 0 0 5 6 7 3 



INVESTOR IN PEOPLE 



The Patent Office 
Concept House 
Cardiff Road 
Newport 
South Wales 
NP10 8QQ 




I, the undersigned, being an officer duly authorised in accordance with Section 74(1) and (4) 
of the Deregulation & Contracting Out Act 1994, to sign and issue certificates on behalf of the 
Comptroller-General, hereby certify that annexed hereto is a true copy of the documents as 
originally filed in connection with the patent application identified therein. 



In accordance with the Patents (Companies Re-registration) Rules 1982, if a company named 
in this certificate and any accompanying documents has re-registered under the Companies Act 
1980 with the same name as that with which it was registered immediately before re- 
registration save for the substitution as, or inclusion as, the last part of the name of the words 
"public limited company" or their equivalents in Welsh, references to the name of the company 
in this certificate and any accompanying documents shall be treated as references to the name 
with which it is so re-registered. 

In accordance with the rules, the words "public limited company" may be replaced by p.l.c, 
pic, P.L.C. or PLC. 



Re-registration under the Companies Act does not constitute a new legal entity but merely 
subjects the company to certain additional company law rules. 



Signed 
Dated 



4 February 2004 



Patents Form 1/77 



Patents Act 1977 
(Rule 16) 



2 0 JUN 2003 



Rife* 
Office I 




233UH03 



06-34MWQUL. 



/I 
/is 



P0i/77«> OvW*03fo«5.4 c 



Request for grant 

(See <fie notes on tne bacA of this form. You can also get an 
explanatory leaflet from the Patent OfEce to help you Gil in 
this form) 



The Patent Office 

Cardiff Road 
Newport 
South Wales 
NP10 8QQ 



1. Your reference 



9627 GB/MPC 



2. Patent application number 

(The Patent Office will mi In this part) 



0314485.4 



3. Full name, address and postcode of the or of BlazePhotonics Limited 



each applicant (underline all surnames) 



Patents ADP number (if you know it) 



Finance Office, University of Bath 
The Avenue, Claverton Down 
Bath 

BA2 7AY 



If the applicant is a corporate body, give the TT Jxr . « 

* / * * . ^ United Kingdom 

country/state of its incorporation ° 



4. Title of the invention Enhanced Optical Waveguide 



5. Name of your agent (if you have one) 



Abel & Imray 



"Address for service" in the United Kingdom 
to which all correspondence should be sent 
(including the postcode) 



20 Red Lion Street 
London 
WC1R4PQ 
United Kingdom 



Patents ADP number (if you know it) 



174001 



/ 



If you are declaring priority from one or more 
earlier patent applications, give the country 
and the date of filing of the or of each of these 
earlier applications and (if you know it) the or 
each application number 



Country Priority application number 

(if you know it) 



Date of filing 
(day /month /year) 



7. If this application is divided or otherwise 
derived from an earlier UK application, 
give the number and the filing date of 
the earlier application 



Number of earlier application 



Date of filing 
(day /month /year) 



Is a statement of inventorship and of right 
to grant of a patent required in support of 
this request? (Answer 'Yes' if: 

a) any applicant named in part 3 is not an inventor, or 

b) there is an inventor who is not named as an 
applicant, or 

c) any named applicant is a corporate body. 
See note (d)) 



Yes 



f Patents Fonn 1/77 



9. Enter the number of sheets foi^^jf t 

^^Kbis 



following items you are filing wWhfc^orm 
Do not count copies of the same document 



Continuation sheets of this form 

Description 3 q 



Claim (s) 
Abstract 

Drawing^ 

10. If you are also filing any of the foUowing, 
state how many against each item. 

Priority documents 

Translations of priority documents 

Statement of inventorship and right 
to grant of a patent (Patents Form 7/77) 

Request for preliminary examination 
and search (Patents Form 9/77) 

Request for substantive examination 
(Patents Form 10/77) 

Any other documents 

(please specify) 



4 
0 

16 + 



(J 



11. 



I/We request ^^^patent on the basis of this application. 
Signature ^fey>f^Zj^^ Date 



12. Name and daytime telephone number of 
person to contact in the United Kingdom 



Matthew Critten 01225 469914 




Warning 

^^ derwhetberpubUcaticm 

will be informed it it is necessary tc ^ BB * rficto 22 of the Patents Act 1977. You 
United Kingdom, Section zTofVeYa^Ac^^ ** ^ Pennon, if you live in the 

written permission from the Pat^tOmd uS^SSSfT T^f 5"" m without first getting 

UmtedKmgdom for a patent for the smeto^ 

communication has been given, or any such direction has been revoked ltm 8 P ubIicati on or 

Notes 

b) ^^^^^^^^^^^ 

attached to this form. the relevant part(s). Any continuation sheet should be 

d) Ifyou have answered Yes' Patents Form 7/77 will need to be Bled 

e) Once you have Med in the form you must remember to sign and date it 
f> Fordetails of the fee and ways to pay please contact the Patent Office 



1 



Enhanced Optical Waveguide 

(Ref: 0088) 

The present invention is in the field of photonic crystal fibres and methods for making 
photonic crystal fibres. 

5 Birefiingent optical fibres find application in situations where standard, single mode 

optical fibres do not offer adequate control over the polarisation of propagating light. A 
single-mode fibre is so called because it supports only one spatial mode at a frequency of 
interest, but. that spatial mode exists in two polarisation states; that is, two degenerate modes 
that are polarised in orthogonal directions. In real fibres, imperfections will break the 

10 degeneracy of those modes and modal birefiingence will occur; that is, the mode propagation 
constant p will 1>e slightly different for each of the orthogonal modes. As the modal 
birefringence results from random imperfections, the propagation constants will vary, 
randomly along the fibre. In general, light introduced into the fibre will propagate in both 
modes and will be coupled from one to the other by small bends and twists in the fibre. . 

15 Hence, linearly polarised light will be scrambled into an arbitrary polarisation state as it 
propagates along the fibre. This leads to pulse broadening due to polarisation mode 
dispersion, which fundamentally limits the length a transmission fibre can be without signal 
conditioning. 

In order to maintain the polarisation of a mode in a standard fibre, birefringence can 
20 be deliberately introduced into the fibre (so that the effective indices of the two polarisation 
modes are different) in order to render insignificant the effects of small imperfections. If light 
is linearly polarised in a direction parallel to one of the optical axes of a linear polarisation 
fibre then the light propagating along the fibre will maintain its polarisation even if the fibre is 
subjected to minor deformations. If it is linearly polarised at some other angle, the 
25 polarisation will change, as the light propagates down the fibre, independently of any 
deformations, from linear to elliptical to linear (not parallel to the starting polarisation) to 
^ eU^caliand'back to linear again, with a period expressed as the beat length, L B , where 




and and p y are the propagation constants of the orthogonal modes. This variation is a 
consequence of a phase difference between two orthogonal components of the mode, which 
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results from the difference in their propagation constants. The shorter the beat lengm, the 
more resilient is the fibre to polarisauon-scrarnbting effects, for example deformations due to 
twsting, localised pressure or bending. Typically, conventional polarisation-preserving fibre 
has a beat length on me ord CT of several millimetres. The strength of birefringence can alao 
5 be represented by the parameter 

K 

where k, = T (wh ere x j, ^ vaclIum mniengfb) mi ^ ^ % ^ ^ 
10 refiactive indices of the orthogonal modes. 

As used hereinafter, and unless otherwise indicated, "rotational symmetry' n of an 
optical fibre is tbe symmetry about a longitudinal axis of the fibre defined by n-360m 'where 
N r » the angle through which the fibre must rotate about the selected axis for the structure 
after rotation to exectiy overlay an image of the structure taken before its rotation. For 
example, if the fibre has a hexagonal cress-section, men N-60 degrees and me rotational 
symmetiynis six-fold. Fibre symmetry cam conveniently be considered, and will typically be 
so considered herein, with reference to a transverse cross-section of a fibre stiucture m 
practice, a birefringen, optical fibre is a fibre mat has no more man two-fold rotational 
symmetiy (U. N> 180 ) about any longitudinal axis of the fibre, due to structural or stress- 
20 mduced characteristics of tbe fibre. It will be apparent that bireftingence can be product in 
fibres that have less than two-fold rotational symmetry (i.e. NM80). As such, herein for 
convenience, a fibre mat has less than two-fold rotational symmetiy about all longitudinal 
axes wtll be refuted to as having either onefold rotational symmetiy (i.e. N=360) or.-sinrply 
no rotational symmetry. ' j> 

25 It is known that photonic crystal fibres can be bireftingent. 

Photonic crysml fibres typically have a core region surrounded by a microstinctirred 
claddmg region. The cladding region is microstructured in mat is has regions of low 
refractive index interspersed with regions of high refractive index. The particular 
a.mngement of low and high refractive index regions in the cladding provides Are cladding 

30 wtth a so-called effective retractive index, the value of which depends on severs, factors, such 




as the wavelength of propagating light and the particular arrangement of low and high 
refractive index regions. 

There are two main classes of photonic crystal fibre; those with a core region which 
has a high refractive index compared with the cladding and those with a core region which 
5 has a low refractive index compared with the cladding. The low refractive index regions, in 
the core region or the cladding, may be air holes, holes under vacuum or filled with gas other 
than air, a liquid or another low refractive index material (or combinations of any of the 
foregoing). ■ - 

The core region of a photonic crystal fibre typically forms a so-called defect in the 
1 0 cladding structure, which may have, but need not have, a periodic structure. 

It is highly unlikely in practice that a photonic crystal fibre comprises a 'perfect' 
structure," due to imperfections, being introduced during its manufacture and/or perturbations 
being introduced into by virtue of the presence of a core defect. As used herein, therefore, 
any reference to "array", "periodic", "lattice", or the like, imports the likelihood of 
15 imperfection. 

Light guidance in known photonic crystal fibres is typically by one of two guidance 
mechanisms, although there may be other mechanisms which act instead of or as well as these 
two mechanisms. 

The first light guidance mechanism, which typically applies to photonic crystal fibres 
20 having a high refractive index core region compared with the cladding, is total internal 
reflection. Such fibres are analogous in many ways to standard optical fibres and find 
application as single mode fibres over a wide range of wavelengths and core diameters as 
demonstrated in WO99/00685 (Birks et al\ birefringent fibres as demonstrated in 
WO00/49436 (Russell et al) and non-linear fibres as demonstrated in US6097870 (Ranka et 
25 al). 

The second light guidance mechanism, which typically applies to photonic crystal 
fibres having a low refractive index core region compared with the cladding, is a so-called 
photonic bandgap (PBG). Such fibres, incorporating an air core surrounded by a lattice of air 
holes, were first proposed in 1995. 
30 La, for example, 'Tull 2-D photonic bandgaps in silica/air structures", Birks et al, 

Electronics Letters, 26 October 1995, Vol. 31, No. 22, pp.1941-1942, it was proposed that a 
PBG may be created in an optical fibre by providing a dielectric cladding structure, which has 
a refractive index that varies periodically between high and low index regions, and a core 
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defect in the cladding structure in the form of a hollow core. In the proposed cladding 
structure, periodicity was provided by an array of air holes that extended through a silica glass 
matrix material to provide a PBG structure through which certain wavelengths of light could 
not pass. It was proposed that light coupled into the hollow core defect would be unable to 
5 escape into the cladding due to the PBG and, thus, the light would remain localised in the core 



defect. 



It has been demonstrated, for example with reference to international patent 
application WOOO/49436 (mentioned above), that photonic crystal fibres can be made to 
exhibit birefiingence by virtue of having an at most two-fold rotationally-symmetric structure. 
10 The symmetry of the fibre can be due to the particular cladding arrangement, the shape of the 
core region, or both. 

WO00/60390 (Broeng et al) discloses a number of examples of photonic crystal fibre 
• structures that are described therein as bemg birefiingent. In general, the examples comprise 
a cladding matrix material in which is embedded an array of features. The arrays in the 
15 examples typically have a six-fold rotationally-symmetric characteristic based on the 
positions of similarly shaped and similarly oriented features; for example the features are 
arranged in a triangular or honeycomb lattice. However, the features themselves have a lesser 
rotational symmetry, for example being oval or square. This has the effect of reducing the 
rotational symmetry of the overall structure to at most that of the features, or lower. In each 
20 structure, a core region is defined by breaking the periodicity of the array either by omitting a 
feature or including an additional feature. 

US2001/0026667 (Kawanishi et al) also discloses a number of examples of photonic 
crystal fibre structures that are described therein as being birefiingent. In a first example, a 
fibre structure comprises a six-fold rotationally-symmetric cladding, comprising a triangular 
25 array of round air-holes in a matrix material. The periodicity of the array is broken by 
inclusion of a two-fold rotationaUy-symmetric core region, being either rectangular or oval. 
In a second example, a round core region breaks the periodicity of an array of air holes 
arranged in a two-fold rotationaUy-symmetric arrangement of rows of air holes. In a further 
example, a round core region sits at the centre of four regions of air holes, which are spaced in 
30 equal-sized segments around the core region. The regions comprise one of two sizes of air 
hole and regions that are on opposite sides of the core region have the same size of air hole, 
rendering the overall structure two-fold rotationaUy-symmetric. Structures similar to this last 
example are also described in WO 03/029854 (Kawanishi et al). 
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WO 02/069051 (Kelsey et al) discloses a number of two-fold rotationally-symmetric 
photonic crystal fibre structures based on a cladding structure of air holes in a matrix material. 
The similarly-sized air holes are arranged in a number of concentric rings of differing radii 
about a central air core. In one example, the rings are dissected by two rows of smaller air 
5 holes that extend across the cladding structure with a plane running through the centre of the 
core region. In another example, the core region itself is oval-shaped at the centre of the 
concentric rings of cladding air holes. Both examples provide a two-fold rotationally- 
symmetric structure. 

The present invention is primarily concerned with photonic crystal fibres that Jtiave a 
10 relatively low refractive index core region compared with the cladding. Such fibres can guide 
light by a PBG guidance mechanism. 

According to a first aspect, the present invention provides an elongate waveguide for 
guiding light, comprising: 

a core region, comprising an elongate region of relatively low refractive index; and 
15 a cladding region, comprising elongate regions of relatively low refractive index 

interspersed with elongate regions of relatively high refractive index, including, in a 
transverse cross-section of the waveguide, a relatively high refractive index boundary region 
that surrounds the core region and has either (1) at most two-fold rotational symmetry or (2) a 
rotational symmetry that reduces the rotational symmetry of the waveguide to at most two- 
20 fold rotational symmetry, the symmetry of the boundary region resulting at least in part from 
azimuthal variations therein, which are substantially uncharacteristic of the cladding region. 

The present inventors have identified in their co-pending patent applications 
GB03Q6606.5 and GB0306593.5 that the form of a core boundary, between a core and a 
cladding of a PBG fibre, can have a significant impact on the guiding properties, in particular 
25 the confinement properties, of a PBG fibre. The present inventors have now demonstrated 
that the form of a core boundary can also have a significant impact on the birefringence of 
PBG fibres and the like. 

In arriving at the present invention, the inventors have observed that birefringent 
photonic crystal fibre structures have, hitherto, in general, been formed with (1) an anisotropic 
30 core, in the sense that it has 2-fold or less rotational symmetry by virtue of its shape, which is 
introduced into a periodic cladding structure, (2) an anisotropic cladding structure 
surrounding a generally circular core region, or (3) both an isotropic core and an isotropic 
cladding. 
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Regarding known birefiingent photonic crystal fibres, a core boundary has typically 
been a simple function of the selected cladding and core structure arrangements For 
example, in US200 1/0026667 described above, which has an oval core region surrounded by 
a periodic, triangular lattice of air holes, the core boundary has an oval inner surface and an 
5 outer surface characterised solely by the size, number and proximity to the core region of the 
cladding holes. In other words, the core boundary has the characteristics of the chosen 
cladding, which are entirely consistent with inclusion of the reduced symmetry core into this 
cladding. 

In contrast, and in very general terms, the present invention is concerned with core 
10 boundaries which have characteristics that are not entirely a function of, or characterised by, 
the choice of core and/or cladding structure. The inventors have found that the present 
approach can introduce relatively strong birefringence, particularly into PEG photonic crystal 
fibres. 

The boundary region may have at most two-fold rotational symmetry at least in part 
15 due to azimuthal variations in a property of the boundary region, for example, in its material 
thickness, shape, refractive index or other material properties, such as surface roughness. 

The boundary region may comprise a plurality of relatively high refractive index 
boundary veins joined end-to-end around the core region at boundary nodes, each boundary 
node bemg joined between two boundary veins and to at least one relatively high refractive 
20 index region of the cladding region. 

Then, the boundary region may have at most two-fold rotational symmetry at least in 
part due to one or more boundary veins having different properties than other boundary veins. 
For example, one or more boundary veins may be made from a different material or have a 
different thickness, shape, length, refractive index or other material property, such as surface 
25 roughness or loss, than other boundary veins. Of course, me one or more boundary veins in a 
structure may exhibit several different properties, for example being both longer and thicker 
than would typically be the case. 

hi addition, or alternatively, the boundary region may have at most two-fold rotational 
symmetry at least in part due to one or more boundary nodes having different properties than 
30 other boundary nodes. For example, one or more boundary nodes may be made from a 
different material or have a different size, shape, refractive index or other material property, 
such as surface roughness or loss, than other boundary nodes. Of course, again, the one or 




more boundary nodes in a structure may exhibit one or more different properties, for example 
being both larger and having a different refractive index. 

The boundary region may comprise an inner periphery and an outer periphery, which 
has a substantially different form than the inner periphery. Thus, the combination of the 
5 forms of the inner periphery and the outer periphery may result in the boundary region having 
at most two-fold rotational symmetry. 

The boundary region may comprise a plurality of boundary cells around the core 
region. Then, the boundary region may have at most two-fold rotational symmetry at least in 
part due to differences in one or more of the characteristics of the boundary cells, such that 
10 the boundary cells together may not tile onto any arrangement of cells in the cladding region. 

The cladding region may comprise an array of relatively low refractive index regions 
in a matrix of relatively high refractive index regions. The array, apart from the boundary , 
region, may be substantially periodic. 

In any case, the cladding region, apart from the boundary region, may have a highest - :; 
15 rotational symmetry that is less than or equal to two. Alternatively, the cladding region, apart 
from the boundary region, may have a rotational symmetry that is greater, than two. In other 
words, in some embodiments, both the cladding and the core boundary may exhibit two-fold 
or less rotational symmetry. 

Indeed, the core region, apart from the boundary region, may have a highest rotational - 
20 symmetry that is less than or equal to two. Or, the core region, apart from the boundary 
region, may have a rotational symmetry that is greater than two. For example, the core region 
may be oval-shaped, giving the core boundary an underlying two-fold rotational symmetry, in 
combination with additional properties, of the core boundary, for example thickness variations, 
which render the overall structure even more strongly birefiingent. 
25 In a preferred embodiment, the core region includes a hole. The hole may be 

evacuated or filled with a material other than air but, most probably, will be filled with air. . 
Alternatively, the core region may not include a hole. For example, the core region may 
contain a low refractive index solid material or even a liquid. 

At least some of the relatively high refractive index regions may comprise fused glass, 
30 for example silica. Other glasses may be used, for example silicate glasses such as 
germanosilicate or phosphosilicate glasses, non-silicate glasses such as phosphide or sulphide 
glasses (for example, lanthanide sulphide) or materials other than glass, such as polymer 
materials. 



8 



At least some of the relatively low refractive index regions in the cladding region may 
comprise a hole. 

In preferred embodiments of the present invention, the waveguide has a beat length, 
which is less than 10mm at a given wavelength. More preferably, the beat length may be less 
5 than 5mm, 2mm or even less than 1mm. The given wavelength may be in the region of 
1550nm, ISlOnm, 1060nm or 800nm. Of course, other wavelengths, for example' 
significantly longer wavelengths, may be of interest, particularly if not using silica. 

In use, the two polarization states of a spatial mode of the waveguide may exhibit 
significantly different field decays at given radial distances from the centre of the waveguide 
10 The inventors have shown that a birefiingent core boundary can be designed to perturb only 
slightly one polarisation state, so that its mode characteristics remain favourable (as 
considered in more detail below), yet perturb the other polarisation state more substantially. 
The most surprising result is that the decay rate into a PEG cladding of the more strongly 
perturbed polarisation state can be reduced significantly compared to the substantially 
15 unaffected one, even if the former state has a wavelength that lies closer to the middle of the 
respective PBG. Even if the changes to the field distribution of the more affected polarisation 
state do not sufficiently increase its loss due, for example, to increased interface roughness 
scattering, this mode can be made to be attenuated at an appropriate rate by a suitable choice 
of the number of periods of cladding incorporated into the structure; the number of periods 
20 being chosen to adequately confine the relatively unperturbed state but to allow some leakage 
of the more perturbed one. 

The fraction by volume of relatively lower refractive index regions in the cladding 
may exceed 50%, 60%, 70%, 80%, 85% or even 90%. In general, when the waveguide is 
requued to guide light by a PBG, the fraction of lower refractive index regions in the cladding 
25 is selected to provide the required PBG in a known manner. 

According to a second aspect, the present invention provides an optical fibre 
comprising a waveguide as described above. 

According to a third aspect, the present invention provides an optical transmission 
system incorporating an optical fibre as described above. 
30 - According to a fourth aspect, the present invention provides a method of forming a 

photonic crystal fibre including the steps: 

forming a preform comprising an elongate, relatively low refractive index core region, 
and, surrounding the core region, an elongate cladding region, comprising elongate regions of 
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relatively low refractive index interspersed with elongate regions of relatively high refractive 
index; 

forming, at the interface between the core region and the cladding region, a boundary 
region, comprising one or more relatively high refractive index regions, which has at most 
5 two-fold rotational symmetry due to azimuthal variations, which are uncharacteristic of the 
cladding region; and 

drawing the pre-form into a fibre, which has no more than two-fold rotational 
symmetry about any longitudinal axis.. 

The method may include forming the pre-form from a plurality of elongate members, 
10 at least some of which are capillaries. Alternatively, the method may include forming the pre- 
form by extrusion. 

According to a fifth aspect, the present invention provides a method of forming a 
birefringent photonic crystal fibre comprising the steps: 

arranging a plurality of elongate members, at least some of which are capillaries, into . 
15 a pre-form stack comprising an elongate cladding region enclosing an elongate core region, 
the members in the cladding region forming a characteristic pattern, apart from at least one 
member in a boundary region, at or near to the core region, which breaks the characteristic 
pattern and renders the boundary region, in the transverse cross-section, no more than two- 
fold rotationally symmetric about any axis; and 
20 drawing the pre-form stack into a fibre, which has no more than two-fold rotational 

symmetry about any longitudinal axis. 

The present invention will now be described in more detail, by way of example only, 
with reference to the following drawings, of which: 

Figure 1 is a diagram of an exemplary photonic crystal fibre structure SI, which 
25 exhibits six-fold rotational symmetry, and which comprises an air core and a cladding of air 
holes embedded in an all-silica matrix; 

Figure 2 is a diagram of a mode spectrum of the fibre structure SI, identifying a 
fundamental mode of the structure; 

Figure 3 shows graphs of the mode field intensity of the polarisation states of the 
30 fundamental mode for structure S 1 ; 

Figure 4 is a diagram of an exemplary photonic crystal fibre structure S2, according to 
an embodiment of the present invention, which exhibits two-fold rotational symmetry by 
virtue only of four bead-like formations on a core boundary of the structure; 
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Figure 5 is a diagram of a mode spectrum of the fibre structure S2, identifying a 
fundamental mode, which has polarisation states at different values of ©A/c; 

Figure 6 shows graphs of the azimuthally averaged mode field intensity of the 
polarisation states of the fundamental mode for structure S2; 
5 Figure 7 is a diagram of an exemplary photonic crystal fibre structure S3, according to 

an embodiment of the present invention, which exhibits two-fold rotational symmetry by 
virtue only of two bead-like formations on a core boundary of the structure; 

Figure 8 is a diagram of an exemplary photonic crystal fibre structure S4, according to 
an embodiment of the present invention, which exhibits two-fold rotational symmetry by 
1 0 virtue only of four relatively thick regions on a core boundary of the structure; 

Figure 9 is a diagram of an exemplary photonic crystal fibre structure S5, according to 
an embodiment of the present invention, which exhibits one-fold rotational symmetry by 
virtue only of one relatively thick region on a core boundary of the structure; 

Figure 10 is a diagram of an exemplary photonic crystal fibre structure S6, which is 
15 not an embodiment of the present invention, which exhibits six-fold rotational symmetry by 
virtue of there being six equally-spaced, relatively thick regions on a core boundary of the 
structure; 

Figure 11 is a diagram of an exemplary photonic crystal fibre structure S7, according 
to an embodiment of the present invention, which exhibits two-fold rotational symmetry by 
20 virtue only of four inwardly-facing, pronounced nodules on a core boundary of the structure; 

Figure 12 is a diagram of an exemplary photonic crystal fibre structure S8, according 
to an embodiment of the present invention, which exhibits two-fold rotational symmetry by 
virtue only of four outwardly-facing, pronounced nodules on a core boundary of the structure; 
Figure 13 is a diagram of an exemplary photonic crystal fibre structure S9, according 
25 to an embodiment of the present invention, which exhibits two-fold rotational symmetry by 
virtue both of having (1) a generally oval-shaped core region and (2) two bead-like formations 
on the core boundary, opposite one another on the minor axis thereof; 

Figure 14 is a diagram of an exemplary photonic crystal fibre structure S10, according 
to an embodiment of the present invention, which exhibits one-fold rotational symmetry by 
30 virtue of having a generally triangular-shaped core region and three bead-like formations on 
the core boundary; 

Figure 15 is a diagram of an exemplary photonic crystal fibre structure Sll, according 
to an embodiment of the present invention, which has a nineteen-cell core defect and which 
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exhibits two-fold rotational symmetry by virtue only of eight bead-like formations on a core 
boundary of the structure; 

Figure 16 is a diagram of an exemplary photonic crystal fibre structure S12, according 
to an embodiment of the present invention, which has a seven-cell core defect and which 
5 exhibits two-fold rotational symmetry by virtue only of two opposite cladding cells having 
thicker walls; 

Figure 17 is a diagram of an exemplary photonic crystal fibre structure S13, according 
to an embodiment of the present invention, which has a seven cell core defect and which 
exhibits two-fold rotational symmetry by virtue only of four bead-fike formations in a core 
10 boundary region of the structure; 

Figure 1 8 is a diagram of an exemplary photonic crystal fibre structure S 14, according 
to an embodiment of the present invention, which exhibits two-fold rotational symmetry by 
virtue of a core boundary region having an inner four-fold rotational symmetry and an outer 
six-fold rotational symmetry; 

15 Figures 19 to 24 are diagrams of exemplary pre-form stacks that can be used to make 

photonic crystal fibre structures according to embodiments of the present invention; 

Figure 25 is a diagram of an exemplary optical fibre transmission system, which 
incorporates an optical fibre according to an embodiment of the present invention; 

Figure 1 is a diagram of an exemplary photonic crystal fibre structure SI, which ; 
20 exhibits six-fold rotational symmetry about a central air core, surrounded by cladding 
comprising a periodic array of air holes embedded in an all-silica matrix. 

The structure SI, which will be discussed in more detail below, has the mode spectrum 
shown in Figure 2. The mode spectrum may be produced using a Finite-Difference Time 
Domain (FDTD) algorithm. This technique has been extensively used in the field of 
25 computational electrodynamics, and is described in detail in the book "Computational 
Electrodynamics: The Fimte-Difference Time-Domain Method", A. Taflove & S.C. Hagness, 
©2000 Artech House. The FDTD technique may be readily applied to the field of PBG fibres 
and waveguides by those skilled in Hie art of optical fibre modelling. 

With reference to the spectrum in Figure 2, which is plotted for a value of pA=13.75, 
30 where p is a propagation constant and A is the pitch of the cladding of the structure SI, each 
vertical spike indicates the presence of at least one mode at a corresponding normalised 
frequency ©A/c, where oo is the frequency and c is the speed of light. The spike heights on 
the spectrum relate to the strength of the response of a mode to a given input stimuli used to 
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generate the spectrum. In some cases, due to their proximity, multiple modes may appear on 
the spectrum as a single spike or as a relatively thicker spike compared with other spikes in 
the spectrum. As such, the mode spectrum should be taken to provide only an approximation 
to the actual numbers of modes that exist, which is satisfactory for enabling a general 
5 comparison between spectra herein. 

On the spectrum in Figure 2, a 'light line', where p=a>/c, for the structure SI is shown 
as a solid vertical line at'a>A/c=13.75=0A, and band edges, which bound a bandgap, are 
represented as two dotted vertical lines, one on either side of the light line. 

Any modes mat fall between the light line and the lower band edge (that is, to the left 
10 of the light line) will concentrate in the glass and be evanescent in air whereas the modes that 
are between the light line and the upper band edge (that is, to the right of the light line) may 
be air-guiding. 

As shown in the spectrum in Figure 2, there are approximately six modes between the 
light line and the lower band edge for the structure SI and approximately five modes between 
15 the light line and the upper band edge (taking the thicker spikes as two possible modes). It is 
clear that the structure SI supports a significant number of modes, some of which could be 
air-guiding; although, it is unlikely that all of these modes would be significantly excited by a 
given light input. 

Analysis of the modes within the bandgap of the spectrum reveals that the spike 
20 marked Tl ' is an air-guiding mode, which most closely resembles the form of a fundamental 
mode in a typical standard optical fibre. As in a standard optical fibre, the mode is found to 
be degenerate, being one of a pair of very similar polarisation states, hereafter referred to as 
Fla and Fib, falling at coA/c=13.843. 

The two orthogonal polarisation states, Fla and Fib, are presented as azimuthally- 
25 averaged field intensity plots on the graphs in Figure 3. The graphs are normalised, with 
maximum intensity being at 0 and the y-axis scale being in dB. The x-axis is a linear length 
scale of fibre cross-section radius, with the mid-point coinciding with the centre of the core 
defect region. 

As seen in Figure 3, the polarisation states Fla and Fib are very similar and clearly 
30 comprise Gaussian-like field intensity profiles. The profiles have intense, central regions, 
which fall in intensity rapidly away from their centres. The field intensity of the two 
polarisation states Fla and Fib decays by a similar amount, of around 51dB, at the edge of the 
graphs. 
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The fibre structure SI is an example of a non-bfrefringent structure that will be used 
hereafter as a reference against which embodiments of the present invention may be 
compared. 

The present inventors apply two useful figures of merit to silica and air PBG fibre 
5 structures of Ihe kind shown in Figure 1 . 

F-factor has been identified by the present inventors as a useful figure of merit which 
relates to how the guided light propagating in a PBG fibre is subject to scattering from small 
scale irregularities of the air-silica interfaces. F-factor, which has units herein of urn" 1 , is also 
believed to be a strong indicator of likely mode-coupling characteristics of a PBG-fibre. F- 
10 factor can be described as: 



F = f g ° 1 T»erimi 

W f „• 

-fc-secbon 



4. ds\E 0 (rf 

T>enmetere 



d£(E 0 AH;)z 

The inventors have found that a comparison of the interface scattering strength from 
15 guided modes of different fibres with similar interface roughness properties can be based 
purely on the F-factor. Indeed, the thermodynamic limit to surface roughness is not expected 
to vary significantly with the details of the fibre geometry, so that the F-factor can be used 
directly as a figure of merit, where a lower F-factor is better, for any fibre which has 
interfaces which cause scattering and contribute to loss. 
20 A second figure of merit is the fraction of light-in-air (as opposed to light in glass) a 

mode experiences. It will be understood that light-in-air is not the same as light in the core; 
since light may be in air in the cladding instead of or as well as the core. Of course, for a 
Gaussian mode, a high value for fraction of light in air will typically correspond to a high 
value of light in the core as well. 
25 The fraction of Ught-in-air and F-factor of a particular structure can be measured. The 

method of measuring fraction of fight-in-air involves taking a near-field image of fight as it 
leaves the structure, overlaying it on a scanning electron micrograph (SEM) or atomic force 
microscopy (AFM) image of the structure and directly calculating the fraction of light-in-air 
from the overlap of the two images, although care needs to be taken since the field can vary 
30 rapidly across the boundary between air and glass. Such techniques will be readily apparent 
to those skilled in the art of optical fibre measurement methods. 
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The fraction of light-in-air and F-factor can also be calculated indirectiy for a real 
fibre structure by the following method. A SEM or AFM image is taken of the cross-sectional 
structure of the fibre in question. An accurate representation of the structure, suitable for use 
in computer modelling, is obtained from the SEM by estimating the position of the structural 
5 boundaries throughout the cross-section. Based on this representation, the mode field can be 
simulated by solving Maxwell's vector wave equation for the fibre structure, using known 
techniques. In brief, Maxwell's equations are recast in wave equation form and solved in a 
plane wave basis set using a variational scheme. An outline of the method may be found in 
Chapter 2 of the book "Photonic Crystals - Molding the Flow of Light", J.D. Joannopoulos et 
10 a/., ©1995 Princeton University Press. This knowledge of the electric and magnetic field 
distributions enables both the numerator and denominator in the F-factor equation above to be 
calculated. The fraction of light in air may also be calculated by superimposing the modelled 
mode on the modelled structure. 

For me individual polarisation states Fla and Fib of the fibre structure SI in Figure 1, 
15 the F-factors are around 0.S7A" 1 and the light-in-air fractions are around 0.98. 

Considering the field intensity plots in Figure 3, in combination with the F-factors and 
the light-in-air fractions for structure SI, it is evident that the two polarisation states Fla and 
Fib closely resemble one another in their properties, which is as would be expected for 
orthogonal polarisation states guided by a six-fold rotationally-symmetric and non- 
20 bfrefringent structure. 

Considering in more detail the fibre structure SI in Figure 1, the dark regions 
represent fused silica glass and the light regions represent airholes in the glass. As illustrated, 
the cladding 100 comprises a periodic, triangular array of generally hexagonal cells 105 
surrounding a so-called seven-cell core defect 110. A boundary region 115 is at the interface 

25 between the cladding 100 and the core defect 110. The core defect 110 has twelve sides - 
alternating between six relatively longer sides and six relatively shorter sides - and is formed 
by omitting or removing seven central cells, comprising an inner cell and the six cells that 
surround the inner cell, from the otherwise periodic cladding structure. The cells would have 
typically been removed or omitted in known fashion from a pre-form prior to drawing the pre- 

30 form into the fibre. 

The boundary region 115 is characterised by the form of the cladding from which the 
seven cells have been removed. It is clear that the boundary region 115 is a simple function 
of the selected cladding structure and the fact than there are seven missing cells. In addition, 
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surface tension in the glass and air pressure in the holes typically plays a part in forming the 
boundary region 115 during the fibre drawing process. 

As the skilled person will appreciate, although a cell 105 comprises a bounded void, or 
a hole, for example filled with air or under vacuum, the voids or holes may alternatively be 
5 filled with a gas or a liquid or may instead comprise a solid material that has a different 
refractive index than the material that surrounds the hole. Equally, the silica glass may be 
doped or, as indicated above, replaced by a different glass or other suitable material such as a 
polymer 

The structure SI is substantially periodic away from the core defect and boundary 
10 region. However, as discussed in Litchinitser et al 9 Opt Lett., Vol. 27 (2002) pp. 1592-1594 
photonic bandgaps may be achieved in non-periodic structures. The properties of the core- 
cladding boundary are also important in non-periodic PBG structures and the invention is not 
limited to substantially periodic structures but encompasses structures with some or even a 
high degree of aperiodicity or irregularity in the cladding structure. Such aperiodicity or 
15 irregularity may be designed into the structure or result from an imperfect manufacturing 
process. 

Hereafter, and with reference to structure SI of Figure 1, a region of glass 115 
between any two holes is referred to as a "vein" and a region of glass 120 where at least three 
veins meet is referred to as a "node". 
20 The boundary 115 comprises the inwardly-facing veins of the innermost ring of cells 

that surround the core defect 110. 

In practice, for triangular lattice cladding structures that have a large air-filling 
fraction, for example above 0.85, most of the cladding holes 105 assume a generally 
hexagonal form, as shown in Figure 1, and the veins are generally straight and relatively thin. 
25 However, embodiments of the present invention are not limited to silica-air structures, 
relatively high air-filling fractions or to hexagonal cladding holes. These properties, 
particularly for PBG fibres, will vary depending on various factors. In general, in a typical 
PBG fibre, a preferred PBG typically possesses the following properties: 

(1) it is wide enough, as measured by a width Ap of the gap at a chosen wavelength X, 
30 to induce a sufficient decay rate of the mode field into the cladding. This renders a 

manageable number of cladding periods sufficient to contain the light. The PBG 
width is also chosen to be wide enough to suppress as far as possible scattering into 
cladding modes induced by the inevitable fluctuations in a fibre; such fluctuations are 
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found to possess a power spectrum with significant power content at length scales 
which correspond to changes of p from that of a guided mode of interest to values still 
lying within the PBG; 

(2) it is not so wide that an unmanageably large number of higher order guiding modes 
5 are introduced into the waveguide. In practice, for desirable properties of a guided 

mode of interest (e.g. mode area, tight in air fraction, F-number and dispersion), the 
presence of some higher order core modes is generally unavoidable; and 

(3) the band width over which a guided mode of interest remains within the PBG is 
well guided, and sufficiently separated from any other core modes (if present), is 

10 sufficiently broad for the application of interest. 

For silica-air PBG fibres, the criteria are typically fulfilled when the cladding 
possesses a relatively high air filling fraction (for example greater than 85%) and an 
appropriate crystal structure such as a triangular arrangement of air holes, with each hole 
having an approximately circular cross section. A resulting PBG typically has a broad 
15 overlap with the air light line gj=J3c, implying that the potential operational band width is 
particularly high - a band width of over 15% of the centre frequency is achievable. 
Furthermore, exploitation of such a PBG typically corresponds to normalized frequencies 
within the range a*l/c=12-20, so that a cladding pitch required (in a periodic cladding) is 
relatively large, being typically 2-3.5 times the operating wavelength. This renders the 
20 structure relatively easy to fabricate. 

Other silica-air designs, which typically involve a lower air filling fraction, can give 
rise to higher order PBG which overlap the air light line. These, however, generally do not 
possess such a broad bandwidth for air guiding, are more sensitive to perturbations in the 
structure and there may be several other PBG present at the wavelength of interest. Such 
25 PBG can themselves induce unwanted waveguide modes within the core or close to a core 
boundary. 

For higher refractive index glass (e.g. n=2.7) and air designs, the lowest order PBG for 
a practical cladding air fining fraction does not typically overlap with a respective air/tight 
line, so that a higher order PBG would need to be utilised for tight guidance in the core. This 
30 typically involves a cladding air filling fraction which is lower than for optimum silica-air 
designs. For example, filling fractions even as low as 0.3 can give rise to favourable higher 
order PBG. A suitable design will typically possess a higher order PBG which has a wide 
overlap with the air/light line, yet which is not so broad that it introduces too many higher 
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order core modes. A suitable design should minimiz e the occurrence of other PBG at the 
wavelengths of operation. The pitch of the cladding (for periodic claddings) required to 
produce the PBG at the required wavelength range may also be a consideration. 

Reverting to Figure 1, the cells forming the innermost ring around the boundary of the 
5 core defect 110, which are referred to herein as "boundary cells", have one of two general 
shapes. A first kind of boundary cell 125 is generally hexagonal and has an innermost vein 
130 that forms a relatively shorter side of the boundary 115. A second kind of boundary cell 
135 has a generally pentagonal form and has an innermost vein 140 that forms a relatively 
longer side of the boundary 115. 

10 The cells 125 & 135 around the core defect region 110 adopt two different shapes 

naturally due to surface tension in the glass during the manufacturing process. 

In structure SI, there are twelve boundary cells and twelve nodes 145, which are 
referred to herein as "boundary nodes", around the core defect boundary 115. Specifically, 
as defined herein, there is a boundary node 145 wherever a vein between two neighbouring 

15 boundary cells meets the boundary 115. These boundary nodes 145 have slightly smaller ., 
diameters than the cladding nodes 120. For the present purposes, the veins 130 & 140 that 
make up the core boundary are known as "boundary veins". 

With reference to structure SI, it is apparent that a boundary region, between a core 
defect and a cladding region, can be thought of as comprising the boundary nodes 145 and - : 

20 boundary veins 130, 140 around the core defect. However, it is also apparent that a boundary 
region may be thought of as comprising the boundary cells 125, 135 around the core defect. It 
will be appreciated that the boundary cells 125, 135, do not tile onto the cladding structure, 
which clearly differentiates these cells from the remainder of the cladding structure, which, in 
this example, is a triangular lattice of air holes. 

25 The structure SI and each of the following examples of different structures closely 

resemble practical optical fibre structures, which have either been made by the present 
inventors or may be made according to known processes or the processes described 
hereinafter. Unless otherwise indicated, the structures share the following common . 
characteristics: 

30 an underlying pitch A of the cladding chosen between values of approximately 3jum 

and 6|am (this value may be chosen to position core-guided modes at an appropriate 
wavelength for a particular application); 
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a thickness t of the cladding veins of 0.0548 times the chosen pitch A of the cladding 
structure (or simply 0.0548A); 

an air-filling fraction (AFF) in the cladding of approximately 0.875. 
Figure 4 is a diagram of a transverse cross section of a fibre structure S2 according to 
5 a first exemplary embodiment of the present invention. As can be seen, the cladding 100 and 
the general form of the core 110 are the same as in the structure SI and, accordingly, share the 
same reference numerals as SI. The fibre structure S2, however, includes pronounced, 
elliptical, bead-like formations 150 along four of the six longer boundary veins that are 
associated with the pentagonal boundary cells. The beads 150 are arranged as two spaced 
10 apart, opposite pairs, so that the boundary 115 has only two-fold rotational symmetry about 
the centre of the core region 110. The beads 150 are half the length of the boundary veins 
along which they are found and their widths are one third of their length. 

The boundary configuration of the fibre structure S2 causes the fibre structure to 
exhibit an overall two-fold rotational symmetry about the centre of the core region 110. 
15 It will be appreciated that the beads 150 are not characteristic features of the cladding; 

they would not have resulted simply from omitting seven cells from the cladding structure' 
As will be described below, specific process steps need to be taken to achieve the core 
boundary arrangement of the structure S2. 

Figure 5 shows the mode spectrum for the fibre structure S2, plotted for a value of 
20 PA=13.75. The spikes marked F2a and F2b are found to be the two polarisation states of a 
fundamental mode for the structure S2. Unlike for structure Si, the polarisation states are 
split by a significant degree; F2a being at coA/c=13.844 and F2b being at a>A/c=13.851. On 
the basis of these figures, an approximate beat length for structure S2, operating at 1.55um, is 
found to be 3.2 mm, indicating that the structure exhibits a significant degree of birefringenle. 
25 The structure S2 shown in Figure 4 is birefringent only by virtue of the core boundary 

being two-fold symmetric, whereas the underlying rotational symmetry of the core defect 
region and the cladding region, independent of the modified boundary, is six-fold. 

Figure 6, which is similar to Figure 2, shows two graphs of azimuthally-averaged field 
intensity for polarisation states F2a and F2b respectively. 
30 The polarisation states F2a and F2b are similar to Fla and Fib in the respect that they 

comprise Gaussian-like field mtensity profiles, which have intense central regions, which fall 
in intensity rapidly away from their centres. However, unlike Fla and Fib, F2a and F2b 
experience significantly different decays into the cladding. As can be seen, by the edge of the 
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graphs, which is the same distance from the centre of the core for each polarisation state, 
decays by in excess of 60dB whereas F2b decays by only around 50dB. 

Clearly, the two polarisation states F2a and F2b of the fundamental mode of structure 
S2 exhibit significantly different field decays into the cladding and, therefore, experience 
5 differential confinement (or leakage) loss. Or, put another way, the two polarisation states 
have different field intensities at a given radial distance from the centre of the fibre. This 
characteristic of a birefringent PBG fibre structure has not been reported elsewhere as far as 
the inventors are aware. Differential confinement loss per se has been reported in relation to 
solid core, effective index guiding photonic crystal fibres, in "Polarisation-Dependent 
10 Confinement Losses in Actual Holey Fibres", Koshiba et al, IEEE Photonics Technology 
Letters, Volume 15, Number 5, May 2003, pp691-693. In this paper, the confinement loss 
difference between the so-called fast and slow axes is attributed to effective refractive index 
differences due to different sized air holes in die cladding of the structure under investigation. / 
This kind of structure is similar to a conventional birefringent optical fibre, which is 
15 fabricated to have form birefringence in the core or cladding. However, as the skilled person 
will appreciate, guidance properties of index-guiding photonic crystal fibres are significantly 
different compared to guidance properties of PBG fibres. In particular, the difference in 
confinement loss in the structure S2 cannot be attributed to birefringence in the cladding .; 
structure. 

20 The applicants have investigated the structure S2 for a number of normalised 

frequencies (co/c)A, revealing the following results: 



Normalised 
Frequency 
(co/c)A 


A PA 


Approx. 
Beat length (mm) 
@ 1550nm 


Lowest 
F-factor (A" 1 ) 
(Difference) 


Highest 
% Light-in-air 
(Difference) 


Greatest 
Decay 
(Difference) 


13.106 


0.002 


8.9 


0.26(1.14) 


98.8 (5.0) 


56(8) 


13.356 


^0.008 


2.6 


0.32 (0.09) 


98.6 (0.2) 


58(0) 


13.599 


0.012 


1.8 


0.21 (1.24) 


99.1 (6.4) 


62 (13) 


13.848 


0.007 


3.2 


0.21 (0.22) 


99.1 (1.1) 


62 (13) 



In Table 1, A|3A is the split in 0A between the polarisation states of a fundamental, 
Gaussian-tike mode at the chosen normalised frequency and in each row of the fourth, fifth 
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and six* columns, to ft* value is to maximum or (<f ^ ^ fflay rf ^ 

Mo polarisation states and the valne in brackets is to differenee in valne between the two 
polarisation states. 

It is notable ten, Table 1 to, the characteristics of the fibre vary significantly with 
noro^ frequency ((n /c)A. For examp.e, e, (^IS.iOS, Ore two polarisation s«es are 
relatively close in pA terms and the fibre is no, strongly birefringent In contrast, at 
0*c)A=13.356, to fibre is highly bireftingen. and the two polarisation states behave quite 
drtTerenfly. A, (Wc)A=n.599, tire F-faCor and hght-in-air differentials are significant and 
to decay difference is marked. There appears to be a direct correlation between F-factor, 
10 hgh, man fraction and decay. There is, however, no apparent correlation between beat length ' 
and decay. For exampfe, « <Vc)A=>3.356, to stiuctere S2 is birefringent, wifh a relatively 
tort beat lengm of 2.6mm, whereas to decay difference is zero, to contrast, a, 
(o/c)A=13.599 and (Wc)A=13. 8 4 8 to beat .engths are very differs bn, to maximum 
decays and decay differences are to same. 
15 The present inventors believe to, this apparent lack of correlation between beat lengm 

and decay may be due to interactions berween to core modes under investigation and surface 
states. By analogy, •"Measurement of photonic band-gap fiber transmission from 1.0 to 3 Oum 
and unpact of surface mode coupling", Muller et al, OK) 2003, paper QTuL2, opines to. 
optical power from core modes ia transferred to surface modes a, certain wavelengths 
20 Frgure 7 is a diagram of another fibre structure S3, which exhibits birefringence and 

fa an exemplary embodiment of to present invention The structure S3 ia similar to stiuctore 
S2 but has only two pronounced, elliptical, bead-like formations along two opposite longer 
boundary veins to. are associated with to pentagonal boundary cells. The structure S3 by 
vutue of to core boundary alone, has two-fold rotational symmetiy abou. to cootie of its 
25 core region. A similar birefiingent stiuctore, acoordmg <o an embodiment of to present 
mvention, may have only one bead-like formation along one of its relatively longer sides 

As for structore S2, to beads in stiuclore S3 axe no. characteristic features of to 
claddmg, which would have resulted simply from omitting seven cells from to cladding 
structure. a 

10 Analysis of to characteristics of to structine S3 indicates that as for structure S2 to - 

degrees of birefringence and leakage losses vary significantly with normalised frequency 
(co/OA, as shown in Table 2. F-fac.ors and hgh. in air fractions are no. shown in Table 2 due 
to their close correlation to leakage loss. 
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IN OITTIaliSgCl 


ARA 


rseat length, (mm) 


Greatest 


Frequency 




@ 1550nm 


Decay 


(©/c)A 






(Difference) 


13.219 


0.017 


1.2 


56(8) 


13.363 


0.007 


2.9 


56(5) 


13.601 


0.003 


6.6 


58(4) 


13.846 


0.010 


2.2 


52(2) 



Table 2 



As a general observation, it is evident that the degrees of birefringence of the 
5 structure, and decay differences of the cladding, can be varied significantly for a particular 
fibre structure by varying the form of the respective core boundary and the operating point 
(e.g. cladding pitch) of a fibre structure. The degree of decay difference may be varied simply 
by varying the outer radius of the cladding, for example by selecting an appropriate number of 
layers of cladding cells -surrounding the core region. Obviously there is a trade-off between 
10 the absolute confinement of a particular structure, which increases with additional layers of 
cladding cells, and decay difference. 

The present inventors suggest that the mechanism by which the decay rate into the 
cladding of a polarisation state can be affected by the core boundary geometry is due to a 
symmetry matching between the field distribution of the state within the core and the field 
15 within the cladding. The latter field, within a PBG, can be represented as a superposition of 
modes of a complex band structure. Different sub-classes of the complex cladding band 
structure connect onto different field symmetries within the core region. Thus, as has been 
demonstrated above, even a non-birefiingent cladding structure can lead to different field 
decay rates of the two polarisation states associated with a birefringent core boundary design. 
20 Figure 8 is a diagram of another birefringent fibre structure S4 according to an 

embodiment of the present invention. The structure S4 is similar to structure S2 but has thick 
boundary veins in place of the four boundary veins having pronounced beads. In this 
embodiment, the thickness of the thicker veins is 0.1 37A, which is 2.5 times the thickness of 
the other boundary and cladding veins. 
15 An analysis of structure S4 reveals that beat lengths significantly below 10mm and 

even below 5mm may be achieved for this structure. 



c 



22 



Figure 9 is a diagram „f fibre stnMme SJ fc ^ 

present nrvention ^ stiucture S5.I-. only one « ck bonn(tay vein on one 
porter boundary vein. Again, the thickness of the thicker vein is 0.137A, which is 2.5 htnes 
the thickness of the other boundary and cladding veins. 
5 It wiU be appreciated tha, a combination of thick and thin boundary veins, according 

to shuctures S4 and S5, are no, characterise features of fce cladding, which would have 
resulted simply from omitting seven cells from the cladding structure. 

Of course, having boundary veins with pronounced beads, or thicker boundary veins 
or bom, is no, hunted to birefringen, strokes. For examp.e, Figure .0 is a diagram of a 
non-bnefrrngen, stiucuue S6, which has a six-fold symmetric dadoing, core boundary and 
coreregron, with all six of the longer boundary veins being thicker, 0.137A veins 

F.gure 11 is a diagram of a structure S7, which is ye, another exemplary embodiment 
of tire present nrvenuon. m smj crme 87. a core boundary includes four inwardly-facing 
nodules, arranged as tivo opposing pairs ofnodu.es, along four of me six relatively longer 
15 boundary vems. tte arrangemen, of the nodules renders the stiucture S7 tivo-fold 
mtationany-symmetric. Similarly, Figure 12 is a diagram of a stiuctilre 88. which is a tether 
exemplary embodiment of «he presen, invention, having outwardly-racing nodules, arranged 
. as two opposing pairs of nodules, along four of me six relatively shorter boundary veins In 
both sfructirres S7 and S8. die underiying rotational symmeuy of me core region and cladding 
20 structure is six-fold. & 

Figure 13 is a diagram of a stiuctilre S9. which is an exemplary embodiment of die 
presen, mvention. Unlike die embodiment described hereinbefore, structure S9 has a core 
mgron and a erne boundary which are inirinsically ,wo-fcld roranonauy-symmefric 
independent of any additional features, n. core region is fonnenby omission or remove, of 
a group of four cells from a triangular .attice cladding structure. As can be seen, structure S9 
resemb.es some prior art birefringen, sfructees, which have an ova, core region. However, in 
addrtion <o having a two-fbld rotationaUy-symmetric core region, die core boundary has bead* 
atang tivo opposite, relatively shorter sides of the core boundary, on ap.ane running teough 

30 TT e ^™ eK * mmd ^^ tdi * m ° eb «"™ a *° b °>>°**y^ ™nle 
30 these beads do no, change die rotations, symmetry of Are sfructure, i, is expected dra, drey 

change die degree of birefringence of Are sfructirre. Of course, such beads, or indeed 

creatines, couldbepositioned a, alternative or additions, points around tire core boundary 

,o vary men effect as required, * any even,, .he beads are no, characteristic features of tire 
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cladding, which would have resulted simply from omitting four cells from the cladding 
structure. 

As a general principle, it is expected that the birefringence characteristics of many 
photonic crystal fibre structures, having a birefringent core, cladding, or both, may be varied 
5 by mociifying a respective core boundary as described herein. 

Figure 14 is a diagram of structure S10, which is a further exemplary embodiment of 
the present invention. The structure S10 has a generally triangular core region and core 
boundary, having an underlying three-fold rotational symmetry, formed by removal or 
omission of twelve inner cells from a triangular lattice cladding structure. The corners of the 
10 triangular core region are truncated, or flattened, as a natural consequence of the cladding 
structure. 

The overall structure S10 has one-fold rotational symmetry due to there being three 
beads around the core boundary; arranged as two beads along two relatively longer boundary 
veins on one side of the triangle and one bead along an opposite boundary vein, which forms 

15 a flattened corner of the core boundary. 

While a fibre structure having a three-fold rotationally-symmetric core region is not. 
birefringent, it is expected that the addition of the beads, as illustrated in structure S10, would 
render the structure birefringent. Of course, any alternative arrangement of beads around the * 
core boundary of a triangular core region, which reduces the rotational symmetry of the.;. 

20 structure to below three, is expected to have the effect of introducing birefringence into the 
structure. 

Figures 15 is a diagram of a further structure, Sll, which is an exemplary embodiment 
of the present invention. Unlike structures S4 to S12, which have seven-cell core defect 
regions in a triangular lattice cladding structure, structure Sll has a nineteen cell core defect 
25 region in a triangular lattice cladding structure, formed by omission or removal of an inner 
cell, the six cells that surround the inner cell and the twelve cells that surround the six cells. 

Structure Sll is two-fold rotationaUy-symmetric by virtue of having eight beads along 
eight of the twelve relatively longer boundary veins, arranged so that there are two opposite, 
neighbouring pairs of relatively longer boundary veins, which do not have beads. A similarly 
30 birefringent structure may be made having a pair of beads along the two relatively longer 
veins of only two opposite sides, or, indeed, only one side, of the core boundary. 

Structure S12, illustrated in Figure 16, is an exemplary embodiment of the present 
invention and has a seven-cell core defect in a triangular lattice cladding. The structure S12 is 
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two-fold rotenorurUy-symmetric by virtue of having two opposite boundaty colls having 
relahvely mick walls compared with the walls of other boundary cells. The two boundary 
cell, are pentagonal boundary eells, but hexagonal colls may be used instead. The boundary 
cells m this example fonn the boundary region of the structure. 
5 Strttcture S13, illustrated in Figure 17, is another seven-ceU core defect structure in a 

taangular lattice cladding structere according to an exemplary embodiment of the present 
mventton. In mis example, there are four bead-hke formations, arranged as two opposing 
pans along four veins spaced fern, the boundary veins by one period of the cladding structure 
The vetns having the beads are the outwardly-facing veins of four of the six hexagona! 
10 boundary ceUs about the core defect The boundary cells in this example form the core 
boundary region of me strttcture. Hence, i, is apparent tha, me beads are positioned on me 
outer periphery of the core boundary region. 

Figure 18 is a diagram of a structure S14 according to a final exemplary embodiment 
herem of the present invention. A cladding region of the structure S 14 comprises a triangular 
htttrcaofmundairholesina^assmattixmaterial. Cleuriy, me sttuoture S14 has a lower air- 
filhng ftacficn than fire preceding exemplary structures. A core defect in fire structure S M is 
generally circular apart from four equally-spaced nodules around an inner periphery of a core 
boundary region. Hence, an inner periphery of fire core boundary region has a four-fold 
rotatronal symmetry and the cladding region has a six-fold rotational symmetry. The 
combrnation of the inner periphery of fire core boundary region being four-fcm rotationaUy 
symmetric and fire cladding region being six-fold regionally symmetric renders the overaU 
structure two-fold nationally symmetric. Another way of considering structure S14 is by 
thmbng of the core boundary region as having an inner periphery which is four-fdd 
retehonallysymmettc and an outer periphery, defined by the cladding structure, as being six- 
fold rotationaUy symmeMc. m fire aggregate, thereto, the cor* boundary region itself can 
be thought of as being two-fold rotationaUy symmetric. 

The present inventors suggest that there are many core boundary configurations 
possrble for forming a fibre structure according to embodiments of the present invention The 
features of fire core boundary described above may be formed from the same material as fire 
30 claddmg matrix material, a doped variant, or even a different material entirely, h, addition or 
altematrvely, Ore core boundary may exhibit two-fold rotational symmeuy by virtue' of 
material characteristics alone, for examp.e a particular dopan, conconfiation or material 
which vanes around the core boundary. 




Fibres according to embodiments of the present invention may be made by adapting 
known stack-and-draw or extrusion techniques. In particular, there are a number of ways in 
which a bead or a nodule may be formed along the length of a boundary vein or in which a 
boundary vein may be made thicker or thinner along at least a part of its length. The 
5 following methods may also be used to make non-birefringent fibre structures, for example as 
illustrated in Figure 10. 

One way of arranging a pre-form stack of capillaries 1900 to be drawn into a . fibre 
structure similar to structure S2 is shown in Figure 19. The cladding is formed by stacking 
round cross section capillaries 1905 in a close-packed, triangular lattice arrangement. The 

10 cladding capillaries 1905 have an outer diameter of 1.46mm and a wall thickness of 40^m. 
An inner region 1910 of the stack 1900 is defined by a large -diameter capillary 1915 having 
an outer diameter of 3.62mm and a wall thickness of HOjim. The large diameter capillary. 
1915 supports the cladding capillaries 1905 while the stack 1900 is being formed and ; 
eventually becomes part of the material that forms a core defect boundary. 

15 Interstitial voids 1920 that form at the locus of close-packed, triangular groups of three .,,, 

cladding capillaries are each packed with a glass rod 1925, which has a diameter of 0.2mm. 
The rods 1925 are inserted into the voids 1920 after the capillaries 1905 have been stacked. 
The rods 1925 assist in forming cladding nodes, which have a diameter that is significantly , 
greater than the thickness of resulting veins that meet at the nodes. Omission of a rod from a . ; 

20 void in the cladding would lead to the formation of a cladding node having a significantly 
smaller diameter. Relatively large interstitial voids 1930 also form between the large diameter 
capillary 1915 and every other one of the innermost cladding capillaries. 

As shown in Figure 19, the large diameter capillary 1915 has attached to its inner 
surface four silica rods 1935. The rods 1935 are fused to the inside of the large diameter 

25 capillary 1915 in an additional heating step before the capillary is introduced to the stack 
1900. When the stack 1900 is heated and drawn into fibre, these rods fuse with the large 
diameter capillary 1915, which itself fuses to the inwardly facing surfaces of the innermost 
cladding capillaries, to form core boundary beads of the kind described herein with reference 
to structures S2 and S3. The rods 1935 can be selectively positioned on the inside of the large 

30 diameter capillary 1915 to be aligned with either or both of the longer or shorter core 
boundary veins. Of course, within practical limits, any number of rods 1935 may be attached 
to the inside, or indeed outside, of the large diameter capillary 1915. If attached on the 
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outside of the large diameter capillary 1915, the rods 1235 may be aligned with the larger 
interstitial voids 1930. 

In principle, rods 1935 may be attached to the inside or to the outside of the large 
diameter capillary 1915. Indeed, rods 1950 (which are shown for illustration purposes only in 
5 Figure 19) may be attached to both the inside and the outside of the same region of the large 
diameter capillary 1915, so that they form a relatively large bead on the core boundary. 

The pre-form stack 1900 is arranged as described with reference to Figure 19 and is 
then over-clad with a further, relatively thick-walled capillary (not shown), which is large 
enough to contain the stack and small enough to hold the capillaries and rods firmly in place. 
10 The entire over-clad stack is men heated and drawn into a so-called cane, during which time 
all the relatively large interstitial voids 1930 and any remaining voids between the glass rods 
1925 and the cladding capillaries 1905, collapse due to surface tension. Then, the cane is, 
again, over-clad with a further, thick silica cladding and is heated and drawn into optical fibre 
in a known way. If surface tension alone is insufficient to collapse any of the interstitial 
15 voids, a vacuum may be applied to the interstitial voids, either or both during drawing of the 
stack into a cane or the cane into the fibre, ior example according to the process described in 
WO 00/49436 (The University of Bath). / 

An alternative method of forming a pre-form stack 2000, which results in beads on 
shorter boundary veins only, is illustrated in Figure 20. Generally, the stack 2000 comprises 
20 the same arrangement of cladding capillaries 2005, and a large diameter capillary, as stack 
1700. In this example, however, four of the larger interstitial voids 2030, that form between 
every other one of the innermost capillaries and the large diameter capillary 2015, are packed 
with a glass rod 2040' and two thin-walled capillaries 2045, which act to hold the glass rod 
2040 in a central position in the void during drawing down into a cane. Unlike in stack 1900, 
.25 the rods 2040 and capillaries 2045 need not be fused to the large diameter capillary 2015 
before it is introduced to the stack 2000. When the stack 2000 is heated and drawn down, the 
rods 2040 form beads on the shorter boundary veins and the thin-walled capillaries collapse 
entirely - if necessary with the application of a vacuum - adding an insignificant amount of 
material to the overall structure. Again, this technique may be used to pack any number of the 
30 larger interstitial voids 2030 in a pre-form stack to add additional glass volume, and is not 
limited to birefringent structures. 

The pre-form stack of Figure 20 may be modified slightly as shown in Figure 21, 
whereby the thin-walled capillaries 2045, on either side of the glass rods 2040, are replaced 
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by additional glass rods 2150. The effect is that, when the stack is drawn down to a fibre, the 
three glass rods in each void increase the overall thickness of the associated boundary vein, 
whereby thicker boundary veins are created, as in structures S4, S5 and S6. 

. Whether a rod, forexample rod 1935 or 2040, becomes a bead along a core boundary, 
5 for example as in structures S2 and S3, or a relatively more pronounced nodule on the surface 
of a core boundary, for example as in structures S7 and S8, can be controlled by the fibre 
drawing conditions. For example, hotter drawing conditions under lower tension permit a rod 
and boundary to fuse completely, thereby forming a bead. In contrast, a colder draw under 
higher tension prevents complete fusing of the rod and core boundary, leaving the rod as a 
10 nodule on the surface of the core boundary in a final fibre structure. Clearly, a nodule can be 
arranged to form on an inner or outer periphery of a core boundary, depending on whether the 
respective rod is positioned on an inner or outer periphery of a large diameter capillary of the 
pre-form stack. The properties of a final fibre structure are expected to vary with bead and/or 
nodule size and placement. In general, the step of forming beads, or nodules, may be applied 
15 to any suitable fibre structure, be it birefringent or not. 

Thicker boundary veins may alternatively be formed in accordance with the pre-form , 
stack 2200 shown in the diagram in Figure 22. While the cladding capillaries are arranged in 
the same way as in previously described stacks, the inner region of the stack 2200 is formed \ 
using two concentric, slightly different sized, large diameter capillaries, 2215 and 2216. The . 
20 larger of the large diameter capillaries supports the cladding capillaries, while the smaller of 
the large diameter capillaries fits within the larger one. The smaller large diameter capillary is 
sufficiently small that relatively small rods 2240 and capillaries 2245 can fit in the space 
between the larger and smaller large diameter capillaries. 

When the stack 2200 is heated and drawn down into a cane and a fibre, the rods 1240 
25 become thicker boundary veins and the capillaries 2245 collapse to form part of the thinner 
boundary veins. 

Thicker boundary veins may alternatively be produced by profiling a large diameter 
capillary 2315, for example by using an etching process. First, as shown in Figure 23a, a 
masking agent 2310 is applied to a large diameter capillary 2315 in positions which 
30 correspond to required regions of increased thickness in a final fibre structure. The masking 
agent 23 10 is one which inhibits etching by HF, for example a polymer-based photo-resist or a 
noble metal-based material. According to Figure 23b, the capillary is subjected to a flow of 
HF in an MCVD lathe (not shown), whereby the unmasked capillary surfaces 2320 are etched 
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away to the degree required. Finally, the mask is removed and, as shown in Figure 23c, the 
capillary 2315 is used in a capillary stack 2300, in which the thicker regions of the capillary 
2315 are aligned with the regions of the stack where thicker boundary veins are required. Of 
course, masking and etching may selectively be applied to inner and/or outer surfaces and 
5 regions of the capillary depending of the required final form of the capillary. 

Alternatively, a birefiingent core boundary may comprise a predominantly thick- 
walled core boundary (not shown) around which relatively short regions of material have been 
etched away to render the boundary two-fold rotationaUy-symmetric. This is in contrast to the 
thin-walled boundary with a number of relatively short thicker regions, which is described 
10 above with reference to Figure 8. A similar, predominantly thick-walled core boundary may 
be made in a different manner by heating and 'pinching' regions of a large diameter capillary 
prior to it being inserted into a capillary stack. Pinched regions of the capillary would form 
relatively short, thinner regions in a final core boundary, and addition of several 
appropriately-placed pinches may be used to fine-tune the resulting birefringence of a fibre 
15 structure. The capillary could be pinched between two elongate tungsten blades, one on the 
inside of the capillary and the other aligned with the first on the outside, for example, while 
the capillary is hot enough to be deformed. . 

An alternative method for forming a capillary stack 2400, which does not require a 
large diameter capillary, is illustrated in Figure 24. A large diameter capillary is omitted and 
20 an insert 2415 is used instead; for example made of graphite, platinum, tungsten or a ceramic 
material, which has a higher melting point than silica glass and, preferably, a higher 
coefficient of thermal expansion. 

The insert 2415 is shaped to support cladding capillaries and rods and also to support 
additional glass rods 2410, which eventually become pronounced beads 150. 
25 The stack 2400, including the insert 2415, is heated to allow the capillaries and rods to 

fuse into a preform. The preform is then allowed to cool and the insert 2115 is removed. It 
will be apparent that, at this point, the inwardly-facing walls of the innermost capillaries take 
on the general shape of the insert 2415. An advantage of using an insert material having a 
higher coefficient of thermal expansion than silica is that, when the preform and insert are 
30 heated, the insert expands and, relatively-speaking, increases the area of the central region in " 
which the insert is located. When permitted to cool down again, the insert shrinks back down 
to its original size and Ihe silica solidifies before shrinking fully back down, leaving an inner 
region that is larger than the insert. The insert 2415, which, as a result, is loose-fitting in the 
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central region, may thfen be removed readily from the preform with reduced risk of damaging 
or contaminating the preform 2400. The resulting preform is then heated and drawn in the 
usual way, in one or more drawing steps. 

A further alternative way to form the fibre is by using the process described in 
5 PCT/GBOO/01249, wherein the cladding capillaries and rods are supported by truncated 
capillaries at either end of the stack. The stack may be drawn to an optical fibre in the normal 
way, and the parts of the fibre incorporating the truncated capillary material may be discarded. 
In principle, truncated capillaries may also be used to support the stack part way along its 
length. 

10 Figure 25 is a diagram of a transmission system 2500 comprising an optical 

transmitter 2510, an optical receiver 2520 and an optical fibre 2530 between the transmitter 
and receiver. The optical fibre 2530 comprises along at least a part of its length an optical 
fibre according to an embodiment of the present invention. Other components or systems, for 
example to compensate for dispersion and loss,' would typically be included in the system b,ut 
15 are not shown in Figure 25 for the sake of convenience only. 

The skilled person will appreciate that the various structures described above may be 
manufactured using the described manufacturing process or a prior art processes, whichis 
adapted to modify the core boundary. For example, rather than using a stacking and drawing 
approach to manufacture, a pre-form may be made using a known extrusion process and then ; 
20 that pre-form may be drawn into an optical fibre in the normal way. 

In addition, the skilled person will appreciate that while the examples provided above 
relate generally to air-core-guiding PBG fibre structures, comprising triangular cladding 
arrays, the present invention is in no way limited to such structures. For example, the 
invention could relate equally to square lattice structures, structures that are not close-packed, 
25 or structures with coaxial claddings. Indeed, the structures need not guide light by band-gap 
guidance. In general, the inventors propose that given a core region that supports guided 
modes, the form of the boundary at the interface between the core region and the cladding 
structure will have a significant impact on the characteristics of the waveguide, as described 
herein. 

30 The skilled person will also appreciate that Ihe structures described herein fit on a 

continuum comprising a huge number of different structures, for example having different 
combinations of core defect size, boundary node size, boundary vein thickness and, in 
general, boundary and cladding form. Clearly, it would be impractical to illustrate each and 
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CLAIMS 

1 . An elongate waveguide for guiding light, comprising: 

a core region, comprising an elongate region of relatively low refractive index; and 
5 a cladding region, comprising elongate regions of relatively low refractive index 

interspersed with elongate regions of relatively high refractive index, including, in a 
transverse cross-section of the waveguide, a relatively high refractive index boundary region 
that surrounds the core region and has either (1) at most two-fold rotational symmetry or (2) a 
rotational symmetry that reduces the rotational symmetry of the waveguide to at most two- 
10 fold rotational symmetry, the symmetry of the boundary region resulting at least in part from 
azimuthal variations therein, which are substantially uncharacteristic of the cladding region 
2. A waveguide according to claim 1, wherein the boundary region has at most two-fold 
rotational symmetry at least in part due to azimuthal variations in a property of the boundary 
region. 

15 3. A waveguide according to claim 1 or claim 2, wherein the boundary region has at most 
two-fold rotational symmetry at least in part due to azimuthal variations in its thickness, 
shape, refractive index or other material properties. 

4. A waveguide according to any one of the preceding claims, wherein the boundary 
region comprises a plurality of relatively high refractive index boundary veins joined end-to- 

20 end around the core region at boundary nodes, each boundary node being joined between two 
boundary veins and to at least one relatively high refractive index region of the cladding 
region. 

5. A waveguide according to claim 4, wherein the boundary region has at most two-fold 
rotational symmetry at least in part due to one or more boundary veins having different 

25 properties than other boundary veins. 

6. A waveguide according to claim 4 or claim 5, wherein the boundary region has at most 
two-fold rotational symmetry at least in part due to one or more boundary veins having a 
different thickness, shape, length, refractive index or other material property than other 
boundary veins. 

30 7. A waveguide according to any one of claims 4 to 6, wherein the boundary region has at 
most two-fold rotational symmetry at least in part due to one or more boundary nodes having 
different properties than other boundary nodes. 
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21 . A waveguide according to claim 20, wherein the hole is filled with a material other than 
air. 

22. A waveguide according to any one of claims 1 to 19, wherein the core region does not 
include a hole. 

5 23. A waveguide according to any one of the preceding claims, wherein at least some of the 
relatively high refractive index regions comprise fused glass. 

24. A waveguide according to any one of the preceding claims, wherein at least some of the 
relatively low refractive index regions comprise a hole. 

25. A waveguide according to any one of the preceding claims, having a beat length, which 
10 is less than 10mm at a given wavelength. 

26. A waveguide according to claim 25, in which the given wavelength is in the region of 
1550nm, 1310nm, 1060nm or 800nm. 

27. A waveguide according to any one of the preceding claims, wherein, in use, the two. 
polarization states of a spatial mode of the waveguide exhibit significantly different field 

15 decays at a given radial distance from the centre of the waveguide. 

28. A waveguide according to any one of the preceding claims, wherein the amount by,, 
volume of relatively lower refractive index material in the cladding region exceeds 50%. 

29. An optical fibre comprising a waveguide according to any one of the preceding claims. 

30. An optical transmission system incorporating an optical fibre according to claim 29. 
20 3 1 . A method of forming a photonic crystal fibre including the steps: 

forming a preform comprising an elongate, relatively low refractive index core region, 
and, surrounding the core region, an elongate cladding region, comprising elongate regions of 
relatively low refractive index interspersed with elongate regions of relatively high refractive 
index; 

25 forming, at the interface between the core region and the cladding region, a boundary 

region, comprising one or more relatively high refractive index regions, which has at most 
two-fold rotational symmetry due to azimuthal variations, which are uncharacteristic of the 
cladding region; and 

drawing the pre-fonn into a fibre, which has no more than two-fold rotational 
30 symmetry about any longitudinal axis. 

32. A method according to claim 31, including forming the pre-form from a plurality of 
elongate members, at least some of which are capillaries. 

33. Amethod according to claim 31, including forming the pre-form by extrusion. 
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34. A method of forming a birefringent photonic crystal fibre comprising the steps: 

arranging a plurality of elongate members, at least some of which are capillaries, into 
a pre-form stack comprising an elongate cladding region enclosing an elongate core region, 
the members in the cladding region forming a characteristic pattern, apart from at least one 
5 member m a boundary region, at or near to the core region, which breaks the characteristic 
pattern and renders the boundary region, in the transverse cross-section, no more man two- 
fold rotationally symmetric about any axis; and 

drawing the pre-form stack into a fibre, which has no more than two-fold rotational 
symmetry about any longitudinal axis. 

10 
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